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TEMPORARY PROTFCTIVE T.AYRR 
ON POT YMFRTr ARTTCT 



BACKGROUND OF THE TNVRNTTON 



1. Field of the TnventinTi 
The present invention relates to polymeric articles, particularly to ophthalmic 
lens blanks or wafers and more particularly to a method for protecting ophthalmic 
lens blanks or wafers, particularly polymer composition ophthalmic lens blanks or 
wafers by forming a solvent removable protective film thereon. The removable 
protective film is removable by application of a solvent to which the polymeric 
article is inert, such as with water or aqueous solutions. 

2. S tat e of the A r t 

Eyeglass lenses were originally manufactured as a single integral body of 
glass or plastic. The lenses were individually ground or molded to meet the 
specifications of a particular ophthalmic prescription. This is clearly a labor 
intensive process that required costly equipment, highly skilled technicians and 
required a significant amount of time to perform the tasks accurately. 

Modem fabrication of ophthalmic lenses can be economically accomplished 
in a more rapid manner with a laminated lens construction wherein at least two lens 
wafers are bonded together with a transparent adhesive. Such lens wafers are 
described, for example, in U.S. Pat. Nos. 5,149,181; 4,846,913; 4,883,548; 
4,867,553; 4,857,553; and 4,645,317 and British Patent Application, pubhcation 
number 2,260,937A. 

The laminate construction enables assembly of composite lenses having any 
of a large number of different combinations of optical corrections fi*om a relatively 
small stock of prefabricated lens wafers of different configurations. Pairing of 
different combinations of a fi*ont surface lens wafer with a back surface lens wafer 
can, for example, provide composite lenses having any of a large number of 
different powers as the power of the lens is the summation of the powers of the two 
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wafers. Such combinations provide for a large majority of all of the prescriptions 
required for clear vision. Additionally, the front or rear lens elements may have 
corrections for far-sightedness (a bifocal area) within one of the lenses. The multi- 
corrective lens may then be formed by combining (e.g., laminating or fusing) the 
appropriate combinations of blanks. 

Notwithstanding the advantages of using lens wafers in the construction of a 
composite lens, a problem arises with the use of such lens wafers. Specifically, any 
contaminates such as dust, dirt, fingerprints and moisture found on the wafer 
surfaces to be glued may become permanently entrapped at the interface of the 
wafers in the composite lens upon adhesion of the front wafer to the back wafer 
resulting in defects in the lens, if those contaminants are not removed before 
lamination. This adds the potential for additional and significant undesirable work 
in the lamination of the lens blanks from the stored stock of lenses. These defects 
would reduce the optical quality of the finished lens and can ultimately lead to lens 
rejection. 

To provide a defect-free composite lens, the wafer surfaces to be laminated 
together (with a transparent adhesive) should be substantially clean of such 
contaminates. However, since the wafers are invariably handled during composite 
lens fabrication, it is particularly difficult to avoid contaminants such as fingerprints 
and dust on the wafer surfaces. These are particularly undesirable on the surfaces 
that are laminated together as those contaminants would be permanently secured 
between the lenses and could not be removed after lamination of the lenses. 
Contaminants on the exterior surfaces of the finished lenses are not as worrisome as 
they may be cleaned from the lens by normal cleaning procedures after lamination 
of the at least two lens blank elements. 

The ability to maintain a contaminant-free surface is also important if optical 
coatings such as anti-reflection layers, abrasion resistant layers, tints, polarizing 
layers, or ophthalmic coatings are to be appUed. Again, any surface damage or 
contamination undemeath added layers would be uncorrectable after apphcation of 
the optical coating. 



Previous methods known in the art neither address nor are applicable to this 
problem. For example, U.S. Pat. Nos. 3,899,315 and 3,899,314 relate to texture 
control of glass ophthalmic lenses by use of a protective layer which is removed 
prior to use. A flat glass lens preform is provided with a thin protective layer of a 
chemically soluble glass fused thereto. In the manufacturing process, the flat 
preform is subsequently cut and pressed or slumped to the desired ophthalmic shape 
and the protective layer subsequently removed by dissolving this in a corrosive 
reagent, thereby exposing the underlying surface which, while smooth, nevertheless 
needs to be cleaned. The lens is rendered immediately adaptable to ophthahnic use, 
without further working (grinding, polishing or cleaning) of the surface. This wet 
process, however, is not suitable for reagent sensitive molded plastic (e.g., 
polycarbonates or polymethacrylates) lenses. Furthermore, it has been found that the 
wet process does not provide a sufficiently clean surface on lens wafers required for 
laminated ophthalmic lenses. 

Another approach to removing dust and grease from a polymer surface is 
disclosed in U.S. Pat. No. 4,199,375 which describes a method for removing dust 
and grease from phonograph records by applying a polyvinyl alcohol composition 
which forms a self-supporting film upon drying. When the film is lifted from the 
record, dust and grease, which are dissolved in the film, are removed. However, this 
composition, when applied to plastic lenses or lens wafers, forms films that are 
difficult to remove. 

U.S. Patent No. 5,883,169 describes a self-supporting removable fikn on the 
surface of a plastic lens wafer which does not cross-link to the wafer surface. The 
removable layer provides a method of cleaning the surface of the lens. Additionally, 
the removable film provides a level of abrasion protection to the underlying surface. 
The reference also describes a method of cleaning at least one surface of a lens 
wafer from contaminates which method comprises: 

(a) applying a film forming composition onto at least one surface of a 
lens wafer, said composition comprising: 

(I) a film forming unmodified polymer, and 



(ii) a compatible solvent; 

(b) removing the solvent from said composition to fomi a self-supporting 
removable film that coats the surface of the wafer to which it was applied without 
being cross-linked thereto which film encapsulates therein at least a portion of the 
contaminates found on the wafer surface prior to application of the composition 
thereto; and 

(c) removing said film from the surface of the wafer. The film removal is 
shown as being provided because there is no chemical binding, whether covalent or 
ionic, between the film and the lens wafer so that the film is accordingly peelable. 

SUMMARY OF TH E T NVENT T ON 
The temporary protection of polymeric articles, particularly polymeric 
articles with optical quahties such as ophthalmic lenses formed by the lamination of 
individual lens blanks, can be effected by the appUcation of polymeric compositions 
to the surface of the polymer article, the composition being applied as a film or 
forming a film on a surface of the polymeric article. The individual lens blank is 
prepared for lamination or coating by application of a selective solvent to the 
polymeric film, the selective solvent dissolving, dispersing or otherwise removing 
the polymeric film but neither reacting with or dissolving the composition of the 
polymeric article. The solvent even may comprise water or aqueous solutions, 
although CI to C5 alcohols and alkylene glycol ethers or any blends of these 
solvents may also be used. 

DETAILED DESCRIPTION OF THE TNVENTTON 
Polymeric optical elements that are to be laminated are protected against 
abrasion and accumulation or entrapment of contaminants (e.g., dust, particulates, 
oils, greases, fibers, chemical spills, and the like) by the application of a polymeric 
film to at least one surface of the polymeric article, the polymeric film being capable 
of being dissolved from the surface of the polymeric article by a solvent to which 
the polymeric article is substantially inert or insoluble. This protection is especially 
important with respect to ophthalmic lens blanks manufactured from polycarbonates 
that are subject to scratching during handling or mechanical treatment prior to 



lamination. The polymeric film must be provided from a coating composition 
(solution, dispersion, emulsion) that has no solvents which are active against the 
polymeric optical element during the application of the coating composition and 
during the period when the protective coating is retained against the surface of the 
polymeric optical element. It is usually found that a solvent in which the 
composition of the polymeric optical element will not dissolve in an amount of 
0.5%, preferably less than 0.1% and less than 0.01% (essentially insoluble) is 
particularly desirable. It is also desirable that the solvent in the coating composition 
does not migrate from the coating composition into the polymeric optical element in 
an amount of more than 0.5% by weight of the polymeric optical element, 
preferably less than 0.1%. The polymeric film must comprise a different chemical 
composition than that of the polymeric article, but may be within the same chemical 
class. For example, the polymeric article may comprise a cross-linked acryhc resin 
(which is not water-soluble or water-softenable or water-dispersible) and the 
polymeric film may comprise a water-soluble or water-dispersible acrylic resin. In 
the field of ophthalmology and optical lenses, the range of usefiil chemical 
compositions is relatively limited to polycarbonates, acrylic or allylic resins, 
acetates and in some cases polyurethanes. The solvent-soluble polymeric film 
materials may comprise water-soluble or water-dispersible films, for example, 
selected from the group consisting of acrylic resins, polyvinyl resins (e.g., 
poly(vinyl alcohol), poly(vinylpyrrolidone), and the like), polyurethanes, polyesters, 
maleic anhydride copolymers, and other resins, usually resins that have been 
modified by the inclusion of hydrophihc groups onto the polymer backbone as 
linking groups or as pendant groups. Such hydrophihc groups would include, for 
example, such backbone groups as oxyethylene groups, and such pendant groups as 
basic groups (e.g., OH, amine, etc.) or pendant groups such as acidic groups or salts 
(e.g., alkah metal salts) of the acidic groups (e.g., carboxyhc acid, alkah metal salts 
of carboxylic acids, carboxylic ester, sulfonic acid, alkali metal salts of sulfonic 
acid, sulfonate, sulfinic acid, phosphoric acid, phosphonic acid, sulfonamido, and 
the like). These classes and types of polymers are widely available on a commercial 



basis and/or their synthesis or conversion is well reported in the literature. The 
major polymeric component does not have to be, by itself, water-soluble or water- 
dispersible, but rather the properties of the film formed with the polymeric 
composition (i.e., the properties of the layer itself) must be at least water-dispersible 
or dispersible/soluble in a solvent that does not dissolve or attack the composition of 
the ophthalmic lens. This can be effected in a nxmiber of art recognized means. For 
example, an insoluble or slightly soluble polymer may be blended with a water- 
soluble or water-dispersible component. For example, a water insoluble polymer 
may be blended with soluble inorganic materials (e.g., salts), natural organic 
materials (e.g., sugars, natural water-soluble polymers) or synthetic organic 
materials (e.g., synthetic water-soluble polymers, microcrystaUine cellulose, metal 
salts of organic acids, etc.) to provide a film that will readily disperse (e.g., with 
wash agitation or spray washing) in the appropriate solvent, especially water or mild 
aqueous solutions. Materials that can assist in the ready dispersion of the coating 
are well known in the pharmaceutical field, where polymeric coatings are applied to 
the surface or interlayers of tablets to enhance their rate of dissolving. The layers 
are often provided with mixtures of water-soluble materials such as sugars (e.g., 
maltose, dextrose, sucrose, lactose), cellulosic derivatives (hydroxymethyl cellulose, 
hydroxypropyl cellulose, microcrystaUine cellulose), metal salts of organic acids 
(e.g., magnesium stearate, calcium stearate, aluminum stearate, and salts of other 
carboxylic acids, particularly aliphatic carboxylic acids), plasticizers (e.g., triethyl 
citrate, polyoxyalkylene oxide group containing materials, etc.) and other excipients 
known in the pharmaceutical trade. By including fi-om about 1 to 70% by weight of 
the coating composition as these water-soluble or water-dispersible components, 
with a water-insoluble or only slightly water-soluble component, the properties of 
the coating may be designed and tailored to provide the level of water-dispersibihty 
needed for the practice of the present invention, without the major polymeric 
component or every component within the layer being water-soluble or water- 
dispersible when independently viewed. Individual classes of polymers may also be 
modified by incorporation of more water soluble or water-dispersible groups into 



the polymer chain, such as the introduction of polyethylene oxide groups or pendant 
quaternary ammonium groups into the backbone of the polymer during 
polymerization. 

In another of its method aspects, this invention is directed to a method for 
reducing defects at the interface of front and back lens wafers in a laminated lens 
wherein the front and back lens wafers are bonded together at the surfaces 
interfacing with each other with a transparent adhesive which method comprises: 

(a) applying a film forming composition onto the interface surfaces of at 
least one or both the front and back lens wafers, said composition comprising: 

(I) a film forming polymer that is soluble in an amount of at least 
10% by weight in a solvent that does not solvate or attack polycarbonate resin (e.g., 
a polycarbonate derived from bisphenol A and phosgene, e.g., any commercial grade 
of optical quahty polycarbonate; 

(b) drying the film forming composition to form a protective film 
coating on at least one surface of the ophthahnic lens blank. The lens blank may 
then be prepared for laminating with another lens blank by washing with a solvent 
that does not attack the imderlying polycarbonate in the time frame in which the 
protective film coating is washed or dissolved from the surface; 

(c) the dried protective film coating is then removed from the surface of 
the wafer; the removal is preferably by washing (e.g., spraying, immersion, bathing, 
scrubbing, or other form of active contact) the lens with a solution that will dissolve 
the protective coating but will not attack, dissolve, warp, distort or otherwise 
optically damage the wafer or the wafer surfaces that are contacted by the solvent. 
The preferable solvents may comprise solutions that include, for example, water, 
aqueous solutions, aqueous alkaline solutions, methanol, ethanol, propanol (and its 
isomers, e.g., isopropyl alcohol), butanol (and its isomers), alkylene glycol ethers 
(e.g., ethylene glycol ethers, propylene glycol ethers), and the hke; 



(d) after washing the lens wafer surface, a transparent adhesive may be 
apphed to at least one of said interface surfaces (e.g., by liquid or dry film 
appHcation); and 

(e) then the front lens wafer is bonded to the back lens wafer through the 
interface surfaces of said wafers to form a laminated lens. 

Particular examples of classes of polymers that perform well as the 
protective film forming compositions of the present invention comprise aery he and 
polyester polymers with relatively high acid values. A good cut-off point for 
efficient aqueous removal is for acid values of greater than or equal to 100, while 
better or easier water removal may be achieved with no loss of film protective 
properties with acid values of > 150, > 175, and > 200. The term "acid value" is a 
measure of the amoimt of free acid present in the polymer and is measured as the 
number of milhgrams of potassium hydroxide needed to titrate or neutralize the acid 
groups in one gram of the polymer in solution to a neutral or basic phenolphthalein 
observation (color change) end-point. Where the wash-off solution is intended to 
have a more active compositions (e.g., higher pH or lower pH), the solubility 
properties of the composition may be likewise adjusted. For example, with a wash 
solution comprising a alkaline aqueous wash of water and ammonium, potassium 
hydroxide, or sodium hydroxide, acrylic polymers or polyesters having acid values 
of 25-50 would be useful. If the polymer had more basic substituent components, a 
more acidic wash bath could be used for removal of the temporary protective lens 
coating. Similarly, wash-off solutions having alcohol or glycol ether components 
would be more aggressive towards the coating, not attack the lens material, and 
could be used with lower acid weight polymer and less readily dispersible 
compositions. 

The polymer of the protective coating layer should have a significant and 
effective solubility in a solvent that is not active against the polymeric material of 
the polymeric optical element (e.g., polycarbonate). That significant solubility 
should be at least 10% by weight of the polymer in the coating composition being 
soluble in the solvent at room temperature. Elevated temperatures or ultrasound 
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may be used with the solvent to improve the wash effect and solubihty, but it is 
more economical to operate at room temperature. The solubihty of the polymer may 
of course be higher, with solubility levels of at least 20% by weight, at least 30% by 
weight, or higher. 

The polymer coating may be applied in any manner, as the control over the 
thickness of the layer has minimum effect upon the protection benefits. It is merely 
necessary that all exposed surfaces of the face(s) of the lens wafers or blanks that are 
to be coated are continuously coated, without leaving any areas of the polymeric 
optical element surface exposed to potential contamination or damage. 

Conventional methods such as dip-coating, spray coating, brush coating and 
roller coating may be used, and it is not necessary to use complex and detailed 
coating methods such as vapor deposition, sputtering, curtain coating, meniscus 
coating, and the like. Likewise the physical properties of the protective polymeric 
fihn have a wide range of tolerance. The protective films themselves do not require 
any significant abrasion resistance, and may be more sacrificial in nature. As long 
as the protective film will not be exposed to any sharp objects or cutting tools that 
might penetrate the thickness of the protective film, the protective coating layer may 
be relatively soft, as with polyvinyl alcohol or polyvinyl pyrrolidone. The strength 
of the adherence of the protective film to the polymeric optical element is also of 
only modest importance. The water soluble or water-dispersible polymeric 
protective film may be peelable fi*om the polymeric optical element or may be more 
strongly attached thereto. The only limitations on the bond strength of the 
protective film to the polymeric optical element would be that the protective film 
should not chemically bond to the optical element so that it cannot be removed by 
the solvent wash and that the film maintains sufficient strength of bonding that it 
does not freely fall off the surface when the coated polymeric optical element is 
lifted. 

The ophthalmic lens blanks do not have to be perfectly smooth or planar or 
curved on each surface to benefit from the practice of the present invention. The 



lens surfaces may have recessed or protruding features on them such as bifocal 
power segments, tabs, indentations, grooves, and the like which could not be used 
with a peel-apart system, as that would not conform to these features easily and 
would be difficult to remove. This is another significant advantage to the use of a 
coating solution to form a solvent removable protective layer. Mild agitation of 
the wash solution would easily remove the protective coating from the edges of the 
features, while a strippable or peelable protective layer would neither conform easily 
to significant features on a surface of the lens (therefore nor offering complete 
protection) or else be removed with significant difficulty if the peal- apart film did 
conform precisely with the features. 

EXA M PLES 

A coating solution comprising an at least water-dispersible, high acid value 
(between 250 and 275) commercially available, water-soluble acrylic copolymer 
was provided as an aqueous/methanol coating solution of 2500 grams of SCX 1 185 
(a water-soluble acryUc resin, the sodium salt of a polymer having an acid value 
above 250) and 12,500 grams methanol. The solution was maintained in a tray. A 
Polycarbonate (OQ 3820-1 1 1 1, Lexan(R) Code Number) ophthalmic lens blank 
manufactured by BMC Vision-Ease Lens of Ramsey, Minnesota was dipped into the 
tray of polymer solution and air dried at room temperature. Drying may also be 
done in a forced air oven, e.g., in a convection oven at 150 degrees F for five 
minutes, A continuous, clear coating of polymer was present over all surfaces of the 
ophthalmic lens blank. The dried, coated ophthalmic lens blank was examined, and 
no visible damage or particles were noticeable within the coating. The lens was 
washed with deionized water at room temperature with mild agitation, then air dried 
in a relatively dust fi^ee environment. Upon visual examination, no oil smudges, 
prints, or particulate matter appeared on the surface of the lens. The coated lens has 
a very safe storage life of greater than a year at room temperature. The coating may 
also be dried at room temperature and can be removed in flowing deionized water in 
about ten seconds. Additional cleaning is not essential, but may be performed after 
the film removal. Tap water or mild alkaline solutions may be used, although 
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deionized water is preferred. Because of the potential for non-reactive coating 
compositions, e.g., dispersions or solutions of polymers, the coating compositions 
also may be provided with extensive shelf life. 

The coated lens blank could be handled manually, by tongs, or by other 
mechanical apparatus without likelihood of any actual permanent damage to the 
lens. 
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WHAT IS CLAIMED: 

1 . A process for manufacturing laminated polymeric optical elements 
comprising: 

a) applying to at least one surface of a first polymeric optical element a 
first solvent-soluble or solvent dispersible film, wherein said first polymeric optical 
element is not soluble in said first solvent; 

b) removing said film from said first polymeric optical element by 
contacting the film with said first solvent which dissolves or disperses said film; and 

c) laminating said first polymeric optical element to a second polymeric 
optical element to form a laminated polymeric optical element. 

2. The process of claim 1 wherein said first polymeric optical element and said 
second polymeric optical element comprise wafer components for an ophthalmic 
lens. 

3. The process of claim 1 wherein said first solvent comprises an aqueous 
liquid. 

4. The process of claim 2 wherein said first solvent comprises an aqueous 
liquid. 

5. The process of claim 1 wherein said film is applied to said first polymeric 
optical element by applying a liquid coating composition to said at least one surface 
and then drying said coating composition to form said film. 
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6. The process of claim 2 wherein said film is apphed to said first polymeric 
optical element by applying a liquid coating composition to said at least one surface 
and then drying said coating composition to form said film. 

7. The process of claim 4 wherein said film is applied to said first polymeric 
optical element by applying a liquid coating composition to said at least one surface 
and then drying said coating composition to form said film. 

8. The process of claim 2 comprising: 

a) applying to at least one surface of a first polymeric optical element 
and a second polymeric optical element a solvent-soluble or solvent dispersible 
film, wherein said first polymeric optical element and said second polymeric optical 
element are not soluble in said first solvent; 

b) removing said film from said first polymeric optical element and said 
second polymeric optical element by contacting the film with said first solvent 
which dissolves or disperses said film; and 

c) laminating said first polymeric optical element to said second 
polymeric optical element to form a laminated polymeric optical element. 

9. The process of claim 2 wherein said polymeric coating composition is 
selected firom compositions comprising polymers selected firom the group consisting 
of acrylic polymers, polyester polymers, polyurethane polymers, poly vinyl resins, 
and cellulose based polymers. 

10. The process of claim 2 wherein said polymeric coating composition 
comprises a polymer having an acid value > 100. 
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1 1 . The process of claim 10 wherein said polymer comprises an acrylic or 
polyester polymer. 

12. The process of claim 8 wherein said polymeric coating composition is 
selected from compositions comprising polymers selected from the group consisting 
of acrylic polymers, polyester polymers, polyurethane polymers, poly vinyl resins, 
and cellulose based polymers. 

13. The process of claim 8 wherein said polymeric coating composition 
comprises a polymer having an acid value > 100. 

14. The process of claim 13 wherein said polymer comprises an acryhc or 
polyester polymer. 

15. The process of claim 1 wherein said first solvent-soluble or solvent 
dispersible film is applied to said lens from a solution or dispersion in a coating 
solvent. 

16. The process of claim 15 wherein said first solvent is different from said 
coating solvent. 

17. A polymeric ophthalmic lens blank having a polymeric coating on at least 
both major lens surfaces, said polymeric coating being solvent-soluble or solvent 
dispersible in a first solvent that will not dissolve or etch the polymeric ophthalmic 
lens blank. 
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18. The lens blank of claim 17 wherein said lens blank comprises a 
polycarbonate resin and said first solvent comprises an aqueous solution. 

19. The lens blank of claim 18 wherein said aqueous solution comprises an 
aqueous solution at a pH between 8.0 and 12.0. 

20. The lens blank of claim 18 wherein said aqueous solution is water, 

21 . The process of claim 2 wherein at least one of said wafer components for an 
ophthalmic lens has a siirface feature on a major surface of a wafer component, said 
surface feature being selected from the group consisting of tabs, grooves, notches, 
and recessed power segments. 
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AB S TRACT OF THE D IS CL OS URE 



The temporary protection of polymeric articles, particularly polymeric 
articles with optical qualities such as ophthalmic lenses formed by the lamination of 
individual lens blanks, can be effected by the application of protective polymeric 
compositions to the surface of the polymer article, the composition being applied as 
a dry film or coating a film on a surface of the polymeric article. The individual 
lens blank is prepared for lamination or coating by application of a selective solvent 
to the polymeric film, the selective solvent dissolving, dispersing or otherwise 
removing the protective polymeric film but neither reacting with, etching or 
dissolving the composition of the polymeric article. The solvent even may comprise 
water or aqueous solutions (especially pH 8.0 to 12), although CI to C5 alcohols 
and alkylene glycol ethers may also be used as the solvent. 
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Reg. No. 24,916 
Reg. No. 42,267 
Reg. No. 39,610 
Reg. No. 32,836 
Reg. No. 42,331 
Reg. No. 35,075 
Reg, No. 40,925 
Reg. No. 38,107 
Reg. No. 40,594 
Reg. No. 43,328 
Reg. No. 39,665 
Reg. No. 35,138 
Reg. No. 42,546 



Forrest, Bradley A 
Harris, Robert J. 
Hollo way, Sheryl S. 
Huebsch, Joseph C. 
Jurkovich, Patti J. 
Kalis, Janal M. 
Klima-Silberg, Catherine I. 
Kludi, Daniel J. 
Lacy, Rodney L. 
Leffert, Thomas W. 
Lemaire, Charles A. 
Litman, Mark A 
Lundberg, Steven W. 
Mack, Lisa K. 
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Reg. No- 
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Reg. No. 
Reg. No. 
Reg. No. 
Reg. No. 
Reg. No. 
Reg. No. 
Reg. No 
Reg. No. 
Reg. No. 



30,837 Maki, Peter C Reg. No 42,832 

37,346 Mates, Robert E. Reg. No 35,271 

37,850 McCrackin, Ann M. Reg. No. 42,858 

42,673 Nielsen, Walter W. Reg. No. 25,539 

42,444 Oh, Allen J. Reg. No. 42,047 

37,650 Padys, Danny J. Reg. No. 35,635 

40,052 Polglaze, Daniel J. Reg. No. 39,801 

32,146 Schwegman, Micheal L. Reg. No 25,816 

41,136 Sieffert,KentJ. Reg. No 41,312 

40,697 Slifer, Russell D. Reg. No. 39,838 

36,198 Steffey, Charles E. Reg. No 25,179 

26,390 Terry, Kathleen R. Reg. No. 3 1 ,884 

30,568 Viksnins, Ann S. Reg No. 37,748 

42,825 Woessner, Warren D. Reg. No. 30,440 



I hereby authorize them to act and rely on uistructions from and communicate directly with the person/assignee/attomey/ 
firm/organizationywho/which first sends/sent this case to them and by whom/which I hereby declare that I have consented after fiill 
disclosure to be represented unless/until I mstruct Schwegman, Lundberg, Woessner & Klutii, P. A. to tiie contrary. 

Please direct all correspondence in this case to Schwegman, Lundberg, Woessner & Kluth, P.A. at the address mdicated below: 

P.O. Box 2938, Mmneapolis, MN 55402 
Telephone No. (612)373-6900 
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I hereby declare that all statements made herein of my own knowledge are true and that all statements made on information and 
belief are believed to be true; and further that these statements were made with the knowledge tbat willful false statements and the like so 
made are punishable by fme or imprisonment, or both, under Section 1001 of Title 18 of the United States Code and that such willful false 
statements may jeopardize the validity of the application or any patent issued thereon. 



Full Name of sole inventor ; 

Citizenship: 

Post Office Address: 



Martin L. Hage 
United States of America 

10231 Yorktown Lane 
Maple Grove, MN 55369 



Residence: Maple Grove, MN 



Signature: 



Martin L. Hage 




Date: 



3, i^p:? 



Full Name of inventor: 

Citizenship: 

Post Office Address: 



Residence: 



Sigpture: 



Date: 



FiMf^Name of inventor: 

Cilenship: 

Pail Office Address: 



Residence: 



Signature: 



Date: 



Full Name of inventor: 

Citizenship: 

Post Office Address: 



Residence: 



Signature: 



Date: 
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§ 1.56 Duty to disclose information material to patentability. 

(a) A patent by its very nature is affected with a public interest. The public interest is best served, and the most effective patent 
examination occurs when, at the time an application is being examined, the Office is aware of and evaluates the teachings of all information 
material to patentability. Each individual associated with the filing and prosecution of a patent application has a duty of candor and good 
faith in dealing with the Office, which includes a duty to disclose to the Office all information known to that mdividual to be material to 
patentability as defined in this section. The duty to disclose information exists with respect to each pending claim until the claim is canceled 
or withdrawn from consideration, or the application becomes abandoned. Information material to the patentability of a claim that is canceled 
or withdrawn from consideration need not be submitted if the information is not material to the patentability of any claun remammg under 
consideration in the application. There is no duty to submit information which is not material to the patentability of any existmg claim. The 
duty to disclose all information known to be material to patentability is deemed to be satisfied if all information known to be material to 
patentability of any claim issued in a patent was cited by the Office or submitted to the Office in the manner prescribed by §§ L97(b)-(d) 
and 1.98. However, no patent will be granted on an application in connection with which fraud on the Office was practiced or attempted or 
the duty of disclosure was violated through bad faith or intentional misconduct. The Office encourages applicants to carefully examine: 

(1) prior art cited in search reports of a foreign patent office in a counterpart application, and 

(2) the closest information over which individuals associated with the filing or prosecution of a patent application believe any 
pending claim patentably defmes, to make sure that any material information contained therein is disclosed to the Office. 

^ Under this section, information is material to patentability when it is not cumulative to information akeady of record or being 
m^^ of record in the application, and 

(1) It establishes, by itself or in combination with other information, a prima facie case of unpatentability of a claim; or 
U1 (2) It refutes, or is inconsistent with, a position the applicant takes in: 

ii :^i 

01 (i) Opposing an argument of unpatentability rehed on by the Office, or 

7 (ii) Asserting an argument of patentability. 

Aaima facie case of unpatentabiHty is established when the information compels a conchision that a claim is unpatentable under the 
pHonderance of evidence, burden-of proof standard, giving each term in the claim its broadest reasonable construction consisten with the 
si^ification, and before any consideration is given to evidence which may be submitted in an attempt to establish a contrary conchision of 
pllintability. 

iic) Individuals associated with the filing or prosecution of a patent apphcation within the meaning of this section are: 

( 1 ) Each inventor named in the application: 

(2) Each attomey or agent who prepares or prosecutes the application; and 

(3) Every other person who is substantively involved in the preparation or prosecution of the application and who is associated 
with the inventor, with the assignee or with anyone to whom there is an obligation to assign the application. 



(d) 



Individuals other than the attomey, agent or inventor may comply with this section by disclosing information to the attomey, 



agent, or inventor. 



